20Q6/JUM/21/WED 11:30 AM IP LEGAL - CLARIANT FAX No. 704 331 7707 



P. 002 



Attorney's Docket: JfflQQDB32fiB 
Serial No.: 

JteSpOattt K) HPtfc 3 of N9n-Q>TOff^gnt Amendment maqsajpng 

Amendments to the Specification; 

Please replace the Title of the Invention with the following Title: 
HYDROPHILICITY PROMOTING AND MAINTAINING AGENT FOR 
POLYS ILAZAN E-CONTAI N I N G COATING FILMS AND METHOD OF USING 
SAME 

Please amend the paragraph beginning 3 lines from the bottom of page 15 to 
line 14 of page 16 as follows: 

A heavy solvent such as mineral spirit is as a solvent suitable for a 
base material, a smudge on which attracts much attention and therefore outer 
appearance of which is seriously considered, such as an automobile painted 
in dark color, polished granite, a mirror-finished metal or plated base plate, 
transparent resin, glass and the like. PEGASOL Poaaoo l AN4 and PEGASOL 
Pogasol 3040 by Mobil Sekiyu K.K., which are mineral terpenes are also 
preferable solvents. By using mineral spirit as a solvent beautiful surface 
finish can be achieved on a base material, on which a mottled pattern, an 
interference color, whitening, a rough surface and the like attract much 
attention. Though mineral spirit has advantages described above, since it is 
comparatively weak in respect of a dissolving ability, it is recommended, in 
order to enhance a dissolving ability, to mix an aromatic mixed solvent of, for 
example, SOLVESSO Solvesso 1 00 and SOLVESSO Setvcsso 1 50 by Esso 
Oil Co.: PEGASOL Peggset R-100 and PEGASOL Pegeset R-150 by Mobil 
Sekiyu K.K. and the like into mineral spirit. Furthermore, paraffin type solvents 
including no aromatic compound can also be used. Concrete examples 
thereof include E&SQLEExsete DSP1 00/1 40, E^SOLEExsete D30, 
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gXSQLE D40 and the like, which are solvents with less of a smell, by - 

Tonen Chemical Co. 

1 r line 1 - to line 1 5 as follows: 
Please amend the text beginning on page 18, line 

inorganic polysilazane: 0.3 to 2% by weight 
DMPP: 0.01 to 0.1% by weight 
Xylene: 0.5 to 1 0% by weight 
PE£A§QL Pegasel AN45: balance 

Note that DMPP is 4.4Vtrimethylenebis(1 -methylpiperidine). 

(Exa mp,e Con*— for Intenor and Exterior Finish of House, and Products 

Connected to Plumbing System Such as Bathtub and KKchen Sink) 

inorganic polysiiazane: 0.3 to 2% by weight 

DMPP: 0.01 to 0.2% by weight 

Xylene: 1 to 10% by weight 

PjrSAJSOL Pegasel AN45: 5 to 88% by weight 

Ethylcyclohexane: 5 to 88% by weight 
Methylcyclohexane: 5 to 88% by weight 
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